AMENDMENT NO. 1 JULY 2020 
TO 


IS 1402 : 1992 TEXTILES — BRAIDED COTTON CORD 
FOR AEROSPACE PURPOSES — SPECIFICATION 


(Second Revision ) 


(Page 1, Table 1) — Substitute the following for the existing: 


Table 1 Physical Requirements of Braided Cotton Cord 
for Aerospace purposes 


( Clause 4.1 ) 


SI No. Characteristic Requirement Method of Test, 
Ref to 
qd) (2) (3) (4) 
i) No. of yarns per strand 2to4 A-2 
ii) No. of strands in braid of cord 16 A-2 
ili) Plaits per dm 75+5 A-3 
iv) Linear density, tex 1110+ 60 IS 7071 (Part 2) 
v) Breaking load on 50 cm test specimen 196 N (20 kgf) IS 7071 (Part 4) 
Tolerance + 10 percent 
vi) Elongation at break, Min 15 percent IS 7071 (Part 4) 
(TXD 13) 
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